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an alternating current in connection with the direct current
wlm-h g,ves a pulsating effect. The strength of the direct cur-
rent is about 70 amperes per square foot. The electrolyte is puri-
hcd at intervals. In addition to the base metals it may contain
metals of the platinum group. Platinum may be precipitated by
adding ammonium chloride, forming ammonium-platinum chlo-
ride, and palladium by adding potassium chloride and potassium
permanganate, which precipitates red ammonium-palladium
chloride.